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Julie Lecocq 
Process Sheet 


Dart Aerospace Ltd. 


:oU O~. (0. (3 
: Est:C 
02.11.01 
Incorporated 03066-1 IPP KJ/RF 


Est Rev:D 
Now on Water Jet 06-04-11 JLM 


: CU-OAR001 Oart Helicopters Services 


: 39861B 


: 10378 


Written By 


Checked & Approved By 


Comment 


Customer 
Job Number 
_ Estimate Number 


P.O. Number 
This Issue 
Prsht Rev. 
First Issue 


Previous Run 


: 13/06/2008 


: NC 


: 
1 1 
: 38650B 


S.D. No. 


Type 
: SMALLIMEO FAB 


Drawing Name 


Part Number 
Drawing Number 


Project 
Number 
Drawing Revision 
Material 
Due Date 


: STEP SPACER 


: 030653 
: 03065 REV, B 


: N/A 
:B 


: 30106/2008 
Qty: 
106 Um: 
Each 


Additional Product 


Job Number: 


1I11111111111111111111111111111111111111 


Comment: Qty.: 
0.2287 sf(s)1 
otal: 
22.8690 sf(s) 


Material: 20 
(QQ-A-250/4) 0.040" thick 


(M 
3S.040) 
Batch: _ 
_ 
_ 


Seq.#: 


1.0 


Machine Or Operation: 


M2024T3S040 


1I11111111111111111111111 


Description : 


2024-T3 .040 sheet 


111111111111111 
~~€!--~F;: 


1I11111111111111111111111 


FLOWWATER JET 
2.0 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 


4.0 
SECONDCHECK 
ce~ 1111111111111111111111111 


Comment: SMALL & MEDIU 


Deburr 


Comment: SECOND CHECK 


5.0 
SMALL FAB 1 


-1111111111111111111111111 


o '. 
(a. 
FJ: 
111111111111111111111111111111 


Comment: FLOW WATE 
ET 
...f<~ 
QA 
,-.1 , ,~ 
~ 3~5l2,.ev 
B 
1-Cutasg 
DwgD ~+ 
~\} 
~ 
~D 


Dwg 


Pr 
Rev: 


2-Deburr if necessary 


3.0 


Page 1 
Form: rprocess 


Dart Aerospace ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STEP 
PROCEDURE CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
Prod Mar 
QC Inspector 


1 


Part No: 
PAR #: 
_ 
Fault Category: 
_ 
NCR: Yes No 
DQA: __ 
Date: 
_ 


QA: N/C Closed: __ 
Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description of NC 
Corrective Action 
Section B 
Verification 
Approval 
Approval 
DATE 
STEP 
Section A 
Initial 
Action Description 
Sign & 
Section C 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


6_' 
/~ 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevD 


I 
/1 


I 


;,\ 
Date: 
Friday, 13/06/200810:47:41 AM 
. 


UGer: 
" 
Julie Lecocq 
Process Sheet 
l 
_ 
Customer: CU-OAR001 Dart Helicopters Services 
Drawing Name:STEP SPACER 


Job Number: 39861B 
Part Number:030653 


J.,\1>r 
~ 


INSPECTWORK TO CURRENT STEP 


Comment: NC BRAKE 


Bend as per Dwg 
65 
: 


7.0 
QC5 


• 
Job Number: 
1111111111111111111111111111111111111111 


Seq.#: 
MachineOr Operation: 
Description: 


6.0 
BRAKE NC 
NC BRAKE 


1111111111111111111111111 
11111111111111111111 


Comment: PACKAGING 
RESOURCE 
#1 


Identify an 8t 
ck 
I 
Location: 


11.0 
QC21 


1111111111111111111111111 
Comment: INSPECT WORK TO CURRENT 
STEP 
~ 


8.0 
HAND FINISHING1 
HAND FINISHING RESOURCE #1 


1111111111111111111111111 
Comment: HAND FINISHING 
RESOURCE 
#1 


Chemical Conversion Coat as per QSI 005 4.1 


9.0 
QC3 
INSPECT POWDER COAT/C 
EMICAL CONVERSION 


1111111111111111111111111 
1111111111111111111111111 


Comment: INSPECT CHEMICAL 
CONVERSION 
COAT 


10.0 
PACKAGING 1 
PACKAGINGRESOURCE #1 


111111111111111111111111111111 
1111111111111111111111111 
5~ 


111111111111111111111111111111 
Comment: FINAL INSPECTIONIW/O 
RELEASE 


Job Completion 
111111111111111111111111111111111111111111111 
VVYlF 
Ot-07-0?f 
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Fonn: rprocess 


Dart Aerospace Ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STEP 
PROCEDURE CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
Prod Mar 
QC Inspector 


Part No: 
PAR #: 
_ 
Fault Category: 
_ 
NCR: Yes No 
DQA: __ 
Date: 
_ 


QA: N/C Closed: __ 
Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description of NC 
Corrective Action 
Section B 
Verification 
Approval 
Approval 
DATE 
STEP 
Section A 
Initial 
Action Description 
Sign & 
Section C 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 
, 


i' 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevD 


'if., r 


REV.B 


SHEET 1 OF 5 


SCALE 


1:2 


TITLE 
STEP LEG ASSEMBLY 


DART AEROSPACE 
LTD 
HAWKESBURY, 
ONTARIO, CANADA 


DRAWING NO. 
03065 


06.05.23 


DESIGN 
~(} 
/1' 


CHECKED 
PH 


DATE 
DART 


A 


B 


02.09.11 


06.05.23 


NEW ISSUE 


ADD 6061-T6 MATERIAL, ADD SLOTS TO 03065-5 


RELEASED 


~.1.0 
df ] 


03065-041 STEP LEG ASSEMBLY 


03065-1 STEP SPACER 


03065-5 STEP LEG (2 PLACES) 


03065-7 STEP SPACER 


03065-3 STEP SPACER 


SHOP COpy 
ASSEMBLE WITH 
RETURN TO 
MS20470A04-4 
RIVET 
ENGINEERING 
(30 PLACES) 
UNCONTROLLED 
COpy 


SUBJECT 
TO AMENDMENT 
WITHOm 
NOTiCE 
No~l?t~A 


COPYRIGHT @ 2002 BY DART AEROSPACE LTD. 


THIS DOCUMENT 
IS PRIVATE 
AND CONFIDENTIAL 
AND IS SUPPLIED 
ON THE EXPRESS 
CONDITION 
THAT 
IT IS NOT TO BE USED FOR ANY 
PURPOSE 
OR COPIED 
OR COMMUNICATED 
TO ANY OTHER 
PERSON 
WITHOUT 
WRITTEN 
PERMISSION 
FROM 
DART AEROSPACE 
lTD. 


REV.B 


SHEET20F 
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SCALE 


1:1 


TITLE 
STEP LEG ASSEMBLY 


DART AEROSPACE LTD 
HAWKESBURY, 
ONTARIO, CANADA 


DRAWING NO. 
D3065 


06.05.23 


DESIGN 
,f} 
{1' 


CHECKED 
PH 


DATE 
DART 


0.587 


C/J 1.250 


C/J 0.128 
(TYP 8 PLACE 


0 
0 
0 
en 
.•... 
(\') 
~ 
co 
co 
0 
LO 
co 
en 
en 
en 
en 
(\') 
co 
0 
N 
LO 
,..... 
(\') 
0 
"': 
en 
.•... 
0 
0 
0 
0 
.•... 
N 
N 
(\') 
~ 


0.000 
0.191 
•••• 
0.368 


1.948 
2.110 


1.239 


o 


RO.125 (TYP) 


RO.500 
(TYP 4 PLACES) 


3.160-----~I 


FLAT PATTERN 


~7 
GRAIN DIRECTION 


0.62 


(\') 
co 
~o 
FLANGE AFTER BENDING 
TOWARDS 
SIDE SHOWN 
USING DT8174 
(2 PLACES) 


RELEASi 
I 
~.c4'~ 
~ 


2.981 


3.309 


3.465 


SHOP COPY 


RETURN TO 


03065-1 STEP SPACER 
BEND DETAIL 
RO.125SLtb~TG~~~~~~ 
co py 
1) MATERIAL: 
2024-T3 (QQ-A-250/4) 0.040 THICK (REF DART SPEC. M2024T3S.0:46}ECTToAMENDME 
T 
2) FINISH: ACID ETCH & ALODINE PER DART QSI 0054.1 
WITHOUT 
NOTICE 
3j BREAK ALL SHARP EDGES 0.005 TO 0.010 
W~RD~ 
4 PART IS SYMMETRIC ABOUT CENTERLINE 
NO.~.aLQ- 
5 TOLERANCES ARE PER DART aSI 018 UNLESS OTHERWISE NOTED 
6 ALL DIMENSIONS ARE IN INCHES 


COPYRIGHT @ 2002 BY DART AEROSPACE 
LTD. 
THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITIEN 
PERMISSION FROM DART AEROSPACE LTD. 
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0.250 


2.093 


REV.S 
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SCALE 


1:1 


o 0 
I'--N 
NLO 
COCO 


COO 
COCO 
ON 
LO LO 


TITLE 
STEP LEG ASSEMBLY 


DART AEROSPACE LTD 
HAWKESBURY, 
ONTARIO, CANADA 


DRAWING NO. 
D3065 


o 
CO 
N 


('I') 


00 
LO 
C!:! 
N 


DATE 


, DESIGN tfJ 
DRAWN;:' 
~ 


CHECKED 
fH 


06.05.23 


(/)1.250 (TYP, 3 PLACES) 
ov 
COLO 
C"!~ 
.•....•... 


DART 


o 
LO 
C"! 
00 


FLAT PATTERN 
~ GRAIN DIRECTION 


3.936 


4.186 


RO.dr26 
J~ 


o 


0.62 


3.160 -----I-.L 


BEND DETAil 


o 
o 


FLANGE AFTER TOWARDS 
SIDE 
SHOWN USING DT8174 (3 PLACES) 


o 


(/)0.129 (TYP, 12 PLACES) 
RELEAZD 
I c4cb~ ~=], 


03065-3 STEP SPACER 
1) MATERIAL: 
2024-T3 (QQ-A-250/4) 
0.040 THICK (REF DART SPEC. M2024T3S.040) 
21 FINISH: ACID ETCl-i & ALODINE PER DART QSI 0054.1 
3 PART IS SYMMETRIC ABOUT CENTERLINE 
4 BREAK ALL SHARP EDGES 0.005 TO 0.010 
5 TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
6) ALL DIMENSIONS ARE IN INCHES 


COPYRIGHT @ 2002 
BY DART AEROSPACE 
LTD. 


THIS DOCUMENT 
IS PRIVATE 
AND CONFIDENTIAL 
AND IS SUPPLIED 
ON THE EXPRESS 
CONDITION 
THAT 
IT IS NOT TO BE USED FOR ANY 
PURPOSE 
OR COPIED 
OR COMMUNICATED 
TO ANY OTHER 
PERSON 
WITHOUT 
WRITIEN 
PERMISSION 
FROM 
DART 
AEROSPACE 
LTD. 
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1.640 


0.551 


o 
o 


o 
o 


o 


o 


16.458 


o 


15.750 (2.250 PITCH) 


(/)0.128 (DRILL #30) 
(TYP 23 PLACES) 


o 


8.325 


(t>C 
:z: 
c::'Z 
9 
(1;1\.1 
'~mOm 
Cll 
-lqzz~:c 
:l5-l~Q~O 
~c::oozC::\l 
-l>r:'iil~Q 
eQ~rn~3~ 


~ 


-Clt:lO 
::o(j~\.I 
tntnO 
~ ~ 
6.020 
DETAIL A 
03065-5 STEP LEG 
(1.205 PITCH) 
(2 pLACES) 
1) MACHINE PER DWG FILE ID3065-5.SLDPRT" 
2) MATERIAL: 
6061-T6 (PER QQ-A-250/11 OR AMS 4025 OR AMS 4027) 0.080" THICK 
(REF DART SPEC M6061T6S.080) 
OR 
5052-H32 (PER QQ-A-250/8 OR AMS 4016) 0.080 THICK (REF DART SPEC. M5052H32S.080) 
3) FINISH: ACID ETC.H & ALODINE PER DART QSI 0054.1 
4) BREAK ALL SHARP EDGES 0.005 TO 0.010 
5) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
6) ALL DIMENSIONS ARE IN INCHES 
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SCALE 


1:1 


TITLE 
STEP LEG ASSEMBLY 


DART AEROSPACE LTD 
HAWKESBURY, 
ONTARIO, CANADA 


DRAWING NO. 
D3065 


06.05.23 


DESIGN 
~IJ 
DRAWN BY 
/1' 
C~ 


CHECKED~H 
APPR0V;~ 


DATE 
DART 


0.406~ 
0.531 
0.672 


0.000 


o 0 
0 co 
OLO 
CX)O 
o 
C'! 
LO 
CX) 
o 0 
00 
I 
I 


('t') 
0)o 
N 


coco 
('t') 
CX) 
0) 
"l:'"" 
RO.500 
('t') v 


1.396 


<t>0.128 
(TYP 10 PLACES) 


2.261 


2.597 


3.126 


o 


o 


o 


<t>1.250 


~-+ 
GRAIN DIRECTION 


RO.125 
(TYP) 


RO.500 


o 


3.160 


FLAT PATTERN 


4.522 


3.991 
4.116 


1 
0.62 


I'o 
CX) 
LO 
ci 
FLANGE AFTER BENDING TOWARDS 
SIDE SHOWN USING DT8174 (2 PLACES) 


SHopeo 
y 
BEND DETAIL 
RO.125 (Tyd\ETURNT ' 
03065-7 STEP SPACER 
t;r{GINEERJI' 
0 
UNCONTROLLE 
lCOpy 
1j MATERIAL: 
2024-T3 (PER aa-A-250/4) 
0.040 THICK (REF DART SPEC. M2024T3S~m:rTOAME 
DMEN]' 
2 FINISH: ACID ETCH & ALODINE PER DART aSI 005 4.1 
WITHOUT 
NOICE 
3 PART IS SYMMETRIC ABOUT CENTERLINE 
~RJ}.~ 
R 
4 BREAK ALL SHARP EDGES 0.005 TO 0.010 
N.~ 
~ 
5 TOLERANCES ARE PER DART aSI 018 UNLESS OTHERWISE NOTED 
o. 
. 
- 
- 
6 ALL DIMENSIONS ARE IN INCHES 


COPYRIGHT @ 2002 BY DART AEROSPACE 
LTD. 
THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
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eON DE L1VRAISON - SHIPPING MEMO 


180 AVENUE LABROSSE 
POINTE-CLAIRE, QUE., CANADA 
H9R 1A1 
TEL.: (514) 630-4877 
- FAX: (514) 630-4849 


C!'I lOstune division de Thomas & Betts Fabrication Inc.! GFI isa division of Thomas & Betts Manufacturing 
Inc. 


::i: ... . JiDATE nEUVRAISON 
... \",$i-JIPf'II{ii'PATE 


2008/07/02 


W BON Dlo L1VR.~ISON 
SHIPPING 
ME/lAC NO 


0397185 


VI .NIlU 
A I SOLD TO 


DART AEROSPACE LTD 
1270 ABERDEEN ST. 
HAWKESBURY, ON, K6A 1K7 


EXPEDIE 
A! SHIPPED 
TO 


DART AEROSPACE LTD 
1270 ABERDEEN ST. 
HAWKESBURY, 
ON, K6A 1K7 


DART 


QUANfiTE 
QUANTITY 
100 
D30653 


DESCRIPTION 


STEP SPACER 


VIA 
Sh'IPV!/1 


RECU PAR I RECEIVED 
BY 


TOUTESLES 
RECLAMATIONS 
DOIVENTIOTRE 
FAITES 
EN DEDANSDE 
5JOUI,S 
Ik! 
A HI'Cf-I' liON 
ALL CLAIMS 
MUST 
BE MADE 
WITHIN 5DA YS OF RECEIPT 
OF GOODS 


CERTIFICATE OF COMPLIANCE 
CERTIFICAT DE CONFORMITE 


180 LABROSSE 
AVENUE 
POINTE CLAIRE, QC 
H9R lAl 


DART AEROSPACE 
LTD 
1270 ABERDEEN 
ST. 
HAWKESBURY, 
ON K6A lK7 


CERTIFICATE NO. 
4>' 
OUR JOB NO 
.:r018~H7. ,I SHIPPING MEMO 
Q397185 
., 


ITEM 
QUANTITY 
PURCHASE 
ORDER 
PART NUMBER 
REV 


"'B.' 


NAME 
DWG 
ISSUE 
\Sn;'pSPACER ,..... , 
B 
I 


MATERIAL 
SUPPLIED BY 


AL 2024-T3 (QQ';l\-250/,O 
• t ..•;~AMVELY~J~!iR$.~QMJNuJ\;t,,:1 
.•.'•.... 


PROCESSOR 
..:'.:,',Xf;J<]'" .. 


,'"C",:,,>,._, 


,:,,~,.;! '".:. 


"';:':'.~;.:~~?,<".>-" 


" 


..... :" ,,~:,:. 
... 
'-<c" 


,,:':","::, 


MAT. REL. NO. 
S'4119fW 
I 


ifJtrL~ELEASE 
NOTE # 
. 
•• :, 
<::ONFORMS 
, 
....... 
'. 
1 


~' ,,; 
"('Iv 
I 


,'1'.:' 
, 
." 1.....••.•. 
__ 
, 


.1..... 
I 
::;<\ 
r:'.>:< 


.... ...~~'::."' .....,..:.,;,,;~.•~.,::". 
..:..;';;'::.1 ;:'.'_"_<_"_' 
. ,_.".• 
, 


'>;;'~"'~'-><"-' 
1__ 
-_1 


.... 
i::V./: 
0 
• 
,'. 
'.',V. 'lic' 
,._{, 
._<., 
, 


PROCESS 
F.~J ARTIC]jE~S~E.~,tI()~Rt:fQR.I'.Q~'F'ILE...,' 
..•. 


',,',,~. 
'~, 
':Y,"":" 
.' 
, 


'~".~',~: 
< 
;;- 
••• 
:;~,nJ~~,v.::.:"::,'~",'.>~~.;~~I 
::;::', 


.. ••.\.; 
.•L<...•><.;.+ .••;.'.'.... '. 
,.; '-"'.,-",;":'-'; 
~~h:";" 
I 


4 


2 


3 


5 


6 


7 


8 


9 


WE HEREBY CERTIFY ALL THE PARTS COVERED 
BY THISCERTIFICATE HAVE BEEN MANUFACTURED 
FROM MATERIAL SUPPLIED 
ON RELEASENOTE SHOWN ABOVE AND THAT ALL PARTS HAVE BEEN INDIVIDUALLY 
INSPECTED AND CONFORM 
TO THE 


DRA W1NGr AND 'URCHASE 
ORDER REFERENCED ABOVE. 
/' 
.•m:.z:" 


DATE 
Q2.IlJLY2008';'~' 
G.F.1. Q.c. REP. 
~~~ 
~ 


lES MlTAQ~_. 
SPIOIAIISE~ 
t;'3 :,"!I I I =3 l, 


Programme 
d'Assurance 
Qualite 
Enregistre 
/ Registered 
Q.A. 
Program 
ISO 9001:2000 AS9100 


LETTRE DE CONFORMITE -LETTER 
OF COMPLIANCE 


Date: 
18 JUIN 2008 


Company 
Name: 
Address: 
City: 
Zip Code: 


G.F.1. Division of Thomas & Betts limited 
180 avenue Labrosse 
Pointe Claire, Que. 
H9R 1A1 


# du client: 
73751 
Customer's 
order #: 
# de commande 
SSMQ: 
SSMQ's Order #: 
881160 


La 'presente est pour certifier que Ie materiel detaille ci-dessous 
est confonne 
aux exigences 
de votre 
commande 
et des nonnes 
du grade tel que decrit: 


The following is to certify that the material listed below meets your order requirements 
and grade standards 
as described: 


Notre/Our 
tide 
Epaisseur/Grandeur 
AlIiagelTrem pe 
Specification 
/ 
LotlHeat 
pieces/ 
Item # 
tI of Dieces 
Gua2e1Size 
AlJoylTemper 
Specification 
1 
2 
.040" X 48" X 144" 
2024 T3 
AMS-QQ-A-250/4 
411944A2 


/"' 
t 
'" b 
I 
. \,J)'\J.1 
0'1) 


Bien a vous, 
Yours truly, 


Commis a I'administration. 
Administration Clerk. 


LES ~ET AUX SPECIALISES SAMUEL, 21525 CLARK-GRAHAM. 
BAlE d'URFE, QUEBEC H9X 3T5 
TEL 
514-457-3399 
SAMUEL SPECIALITY METALS. 21525 CLARK-GRAHAM, 
BAiE D'URFE. QUEBEC H9X 3T5 
FAX 
514-457-9393 


LET DE COM 12/01/04 


• 


SHIP TO: 
SAMUEL MISSISSAUGA 
2360 DIXIE ROAD 
M!SSISSAUGA, ON, CA L4Y1Z7 


SOLD TO: 
SAMUaLAVAL 
2225 FRANCIS HUGHES 
LAVAL. PO, CA H7S1N5 


KAISER 
ALUMINUM 
Trentwood 
Works - Spokane, WA 99215 
Phone: 
(BOO)367-2586 


CERTIFIED TEST REPORT 


Seria. Number 
4112280 


CUSTOMER 
PO Nt.IMUR: 


N20349 


KAISER ORDER NO: 


1058202 


waGHT 
••• 
ED: 
4442LB 


AU.OY: 
ClAD: 
BARE 


OAUQI!: 


0.0400 IN 
0.000 IN 


AMS 4037 JRevN 
CMMP 019/RevD 


Tut Code: 1504 


Lot 411MtA2 Cat m 


C8ttffled Spedflc8tlons 


AMS-OQ.A.25OI4IRevA 
CMMP 02fiJRevR 


Test Results 


Drop18 
Ingot2 


(ASTM E8IB557) 
TenslIe: 
Temper 


T3 
Oir/' Tests 
l T /2 (Mln:Max) 
UllImate KSI (MPA) 
88.1: 68. t 
(470: 470) 


Yield KSl (MPA) 
46.8 :47.0 
(323: 324) 


Elongation % 
17.9: 18.3 


(ASTM E1251) 
Chemlslry: 
SI 
Actual 
0.10 
FE 
0.29 
CU 
4.5 
MN 
O.eo 
MG 
1.4 
CR 
0.02 
ZN 
0.12 
TI 
0.02 
V 
ZR 
OTIiER 
0.01 
0.00 
TOT 
0.04 


ChemIstry. 
2024 
MIN 
MAX 


81 
FE 
0.00 
0.00 
0.50 
0.50 


cu 
3.8 
4.9 


ALLOVUMfTB 


MN 
MG 
CR 
ZN 
0;30 
1.2 
0.00 
0.00 
0.9 
1.8 
0.10 
0.25 
AJLlftlnum 
R8m8fnd •. 


CERTlFlCAnON 


TI 
0.00 
0.15 
v 
ZR OTIiER 
MAX 
0.00 
0.00 
EACH 
0.05 
0.05 
0.05 
TOT 
0.15 
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KAISeR ALUUINUIoIFA8A~ll:D 
PRODUCTs, UClJ(AlSER) HEREBYC&RT1F1E8THAT~AL 
SHPflEl) 
UIClER THIS 0ADEIl WASloIS:reo AND~AC'nJREI) 
IN1m 
U.S.A 
me 
HAS llISS'O1\ISl'ECTB>. TE5ll:O, ANDf'OUND ""~NCE 
wrrw TIE REOUlREMEHT6 Cf' tHe AfIPUCA8LE SI"liCFICATlClNS AS NllCATB> 
tEJlOl. 
AlLloII!iTALWHlC:H 
IS SOlUTlON HEAT.1'JlEATEDCOY'U£S 
W1T11.Z1l'2. 
_WAAAANYV 
18UNIfED TO 1lII\T SHOWN ON KAISER'S STA/lIDMD ~ 
TEIlMS NlD COHDlTlONSOF SAlE. 
TEST Rl'I'ClRrs AIlE ON FLE.lluaECl 
TO 1!lC!lIIfi!IN4:r1ON. 
TEST AEPoRTS IiI'W.L NaT BE REPRODUCED E)(CEf'T •• RJU, WITIfOlIT THEWRITTENAPPROVALOF KAISER 
AUJ""_ 
F"IlItICATEO PROOUCTll. UC ~1OIW. 
111£ lI£C011lllNG OF FALSE, FlCTITIOUS.OR FRAU~ 
STATEMENTS OR EWTRIES0f0I THECERTIFICI.TEMAY BE 
IIIlIMaEI) 
AS A RiLOHY U'4~ 
FEDERAL IJ<W. l8O-IIOOuoaOCERTlFED 
SILL POYNOR, LABORATORIES 
SUPERVISOR 
&at ~-- .. - 


